PROPAT LLC Fax:7043G5d851 Jul 28 200d 13:dd P.06 

Application No.: 09/769.619 
Filing Date: January 23, 2001 
Pace: 2 

Amendments to the Claims 

This iisting of claims will replace all prior versions, and listings, of clainns In the 
application: 

l ^ jgtlnfl of Claims : 

■I ^n. ..i..a»tiy Amanrtftri^ A hlflxlallv Oriented white film having a thickness of 
from 10 to 500 pm, comprising a crystalllzable polyolefin-free thermoplastic polyester 
polymer that is substantially vacuole-free at least one titanium dioxide of the rutile type 
that Is oxidatively coated, and at least one optical brightener; wherein the titanium 
dioxide and the optical brightener are provided in the form of at least one masterbatch, 
said film exhihitlno a Yeliownass index of lass than or eoual to 40 for films having a 
thickness of from 10 to 500 microns . 

2. (Previously Presented) The white film as claimed In claim 1, wherein the film 
comprises a crystallizable thermoplastic polyester polymer selected from the group 
consisting of polyethylene terephthalate, polybutylene terephthalate and polyethylene 
naphthalate. 

3. (Previously Presented) The white film as claimed In claim 1, wherein the 
titanium dioxide is present between 0.3 and 25% by weight, based on the weight of the 
crystallizable thermoplastic polyester polymer. 

4. (Previously Presented) The white film as claimed In claim 1, wherein, based 
on the weight of the crystallizable thermoplastic polyester polymer, the optical 
brightener Is present from 1 0 to 50,000 ppm. 
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5. (Previously Presented) A white film having a thickness of from 10 to 500 |jni, 
comprising a crystallizable polyolefin-free thermoplastic polyester polymer, at least one 
titanium dioxide of the rutile type that Is oxidatlvely coated, and at least one optical 
brightener; wherein the titanium dioxide and the optical brightener are provided in the 
form of at least one masterbatch and the film comprises an optical brightener selected 
from the group consisting of bisbenzoxazoles, phenylcoumarins and 
bisstearylbiphenyls, said optical brightener present from 1 0 to 50,000 ppm, based on 
the weight of the crystallizable thermoplastic polyester polymer. 

6. (Previously Presented) A white film having a thickness of from 1 0 to 500 prn, 
comprising a crystallizable polyolefin-free thermoplastic polyester polymer, at least one 
titanium dioxide of the rutile type that Is oxidatlvely coated, and at least one optical 
brightener; wherein the titanium dioxide and the optical brightener are provided in the 
form of at least one masterbatch, said film further comprising a polyester-soluble blue 
dye. 

7. (Previously Presented) The white film as claimed in claim 1 , wherein said 
titanium dioxide has a composition that Is at least 95% by weight rutile, and wherein 
said titanium dioxide exists as titanium dioxide particles having an average particle size 
of from 0.10 to 0.30 pm, where the particle size Is determined using a Sedigraph 
method- 
s' (Previously Presented) A white film having a thickness of from 10 to 500 pm, 

comprising a crystaiiizable polyolefin-free thermoplastic polyester polymer, at least one 
titanium dioxide of the rutile type that Is oxidatlvely coated, and at least one optical 
brightener; wherein the titanium dioxide and the optical brightener are provided In the 
form of at least one masterbatch and said titanium dioxide has a composition that Is at 
least 95% by weight rutile and exists as titanium dioxide particles having an average 
particle size of from 0.10 to 0.30 [jm, where the particle size Is determined using a 
Sedigraph method, the titanium dioxide particles having the oxidic coating consisting of 



PAGE 7/16 * RCVD AT 7/2812004 1:41:37 PM [Eastern Daylight Tiine] ' SVR:USPT0-EFXRM/1 ' DNiS:8729306 ' CSiD:70436S4851 * DURATION |fnin-ss):M48 



PROPfiT LLC Fax: 7043654851 Jul 28 2004 13:45 P.08 

Application No.: 09/769.619 
Filing Date: January 23, 2001 
Page: 4 

inorganic oxlde{s) or of organic compaund(s) or of Inorganic oxlde(s) and of organic 
compound(s), the coating comprising from 1 to 12 g of Inorganic oxide(s) or from 0.5 to 
3 g of organic compound(s). or from 1 to 12 g of inorganic oxld©s(s) and from 0.5 to 3 g 
of organic compound(s) based on 100 g of titanium dioxide particles. 

9. (Previously Presented) A white film having a thickness of from 10 to 500 |jm, 
comprising a crystallizable polyolefin-free thermoplastic polyester polymer, at least one 
titanium dioxide of the rutlle type that is oxidativeiy coated, and at least one optical 
brightener; wherein the titanium dioxide and the optical brightener are provided In the 
form of at least one masterbatch, and wherein the film has a whiteness that is 85% and 
a Yellowness Index that is 40. 

10. (Previously Presented) The white film as claimed in claim 1, wherein the 
film has one or more layers, and wherein said layers consist of a core layer and at least 
one outer layer 

1 1 . (Previously Presented) A white film having a thickness of from 10 to 500 
pm, comprising a crystallizable polyolefln-free thermoplastic polyester polymer, at least 
one titanium dioxide of the rutlle type that Is oxidativeiy coated, and at least one optical 
brightener; wherein the titanium dioxide and the optical brightener are provided In the 
form of at least one masterbatchp the film having one or more layers, the layers 
consisting of a core layer and at least one outer layer, wherein the titanium dioxide and 
the optical brightener are present In the core layer. 

12. (Cancelled) 

13. (Cancelled) 

14. (Previously Presented) A white film having a thickness of from 10 to 500 
urn, comprising a crystallizable polyolefin-free thermoplastic polyester polymer, at least 
one titanium dioxide of the rutlle type that is oxidativeiy coated, and at least one optical 
brightener; wherein the titanium dioxide and the optical brightener are provided In the 
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form of at least one masterbatch, the film further comprising an optical brightener 
selected from the group consisting of bisben^oxazoles. phenylcoumarlns and 
bisetearylbiphenyls and polyester-soluble blue dye selected from the group consisting 
of cobalt blue» ultramarine blue, anthraqulnone dyes and combinations thereof, and 
wherein said polyester-soluble blue dye is present from 10 to 10,000 ppm, based on the 
weight of the crystallizable thermoplastic polyester polymer. 

15, (Previously Presented) A white film having a thickness of from 10 to 500 
pm» comprising a crystallizable polyolefin-free thermoplastic polyester polymer, at least 
one titanium dioxide of the rutile type that is oxidatlvely coated, and at least one optical 
brightener; wherein the titanium dioxide and the optical brightener are provided in the 
form of at least one masterbatch, said film having one or more layers, said layers 
consisting of a core layer and at least one outer layer, wherein the titanium dioxide and 
the optical brightener are additionally present in the outer layer(s). 

16, (Previously Presented) A white film having a thickness of from 10 to 500 
Mm, comprising a crystallizable polyolefin-free thermoplastic polyester polymer, at least 
one titanium dioxide of the rutile type that Is oxidatlvely coated, and at least one optical 
brightener; wherein the titanium dioxide and the optical brightener are provided In the 
form of at least one masterbatch, wherein said white film further comprises regrind. 
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